01151 150 A 

3 



Page 1 of 1 




(11) Publication number: 01151150 A 



Generated Document. 

PATENT ABSTRACTS OF JAPAN 



(21) Application number: 62309875 

(22) Application date: 08.12.87 



(51) Intl. Cl.:H01M2/02 



(30) Priority: 

(43) Date of application 
publication: 

(84) Designated contracting 
states: 



13.06.89 



(71) Applicant: MATSUSHITA ELECTRIC IND CO 

LTD 

(72) Inventor: TANIGAWA MITSUMASA 

HAYAKAWA HAYASHI 

(74) Representative: 



(54) MANUFACTURE OF 
POSITIVE ELECTRODE 
CAN FOR CELL 

(57) Abstract: 

PURPOSE: To prevent the 
occurrence of burrs after punching by 
putting R suitable for the thickness of 
a metal thin plate to the corner 
section of a die punching the metal 
thin plate for a positive electrode can. 

CONSTITUTION: A steel plate or a 
stainless steel plate with the thickness 
of about 0.15 —0.35mm is formed 
into a positive electrode can via the 
punching process by a mold punch P 
and a die D. The R of the punching 
corner section of the die D is made 
3—2 times the thickness of the plate 
to be punched, thereby burrs rarely 
occur on the punch section. This fact 
is based on the experimentally 
verified results on Rs with several 
sizes against plates with several 
thicknesses. 
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